SOLID CATALYST COMPONENT AND CATALYST FOR OLEFIN 
POLYMERIZATION, AND PROCESS FOR PRODUCING OLEFIN POLYMER 

Field of the invention 

The present invention relates to a solid catalyst 
component and a catalyst for olefin polymerization, and a 
process for producing an olefin polymer. More specifically, 
the present invention relates to a solid catalyst component 
and a catalyst for olefin- polymerization, and a process for 
producing an olefin polymer, which are suitable for gas phase 
polymerization and slurry polymerization processes. In the 
present specification, the term '^olefin polymer" is intended 
to mean a homopolymer of an olefin and a copolymer of two or 
more olefins different from one another. 

Background of the Invention 

When the activity of a catalyst (amount of olefin polymer 
obtained per unit catalyst ), used for the olefin polymerization 
to produce the olefin polymer is sufficiently high, there is 
no need to remove a catalyst residue from the polymer obtained 
after the polymerizatxoh, and therefore" the production"prdcess 
of the polymer can be simplified. Thus, such a catalyst can 
be said to be extremely high in an industrial utility value. 

In the production of the olefin polymer, it is desired that 
adhesion of the polymer to a polymerization vessel is as little 
as possible, because the adhesion causes various problems in 
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operation to result in deterioration of an operation 
efficiency . 

With respect to powder properties of the olefin polymer 
obtained, it is desired from a viewpoint of an operational 
stability and efficiency that the bulk density -thereof is high, 
its particle size distribution is narrow, and its flowability 
is superior. 

Further, it is desired that the content of lower molecular 
weight components in the olefin polymer obtained is as low as 
possible, because the lower molecular weight components affect 
the transparency, impact resistance and blocking property of 
a film prepared from the olefin polymer. 

In the field of solid catalysts for olefin polymerization, 
polymerization activity has been markedly improved by using 
a solid catalyst component obtained by a combination use of 
a specific magnesium compound and a specific titanium compound, 
as disclosed in, for example, JP-B-4 6-34092 , JP-B-4 7-4 1 67 6 , 
JP-B-55-23561 and JP-B-57-24361 . 

In the polymerization of propylene, it is' known that a 
polymer of high crys tallini ty can be produced with a high 
activity by using an oxygen-containing electron donor, such 
as esters, as an internal donor of a solid catalyst component, 
as disclosed in, for example, JP-B-52-39431 , JP-B-52-36786, 
JP-B- 01-28049 and JP-B-03-4 3283 . 

However, the olefin polymer obtained by using the former 
catalyst system disclosed in, for example, JP-B-4 6-34092, is 
not satisfactory in its powder properties and blocking property. 



and also when the latter catalyst system disclosed in, for 
example, JP-B-52-39431 , is used for copolymerization of 
ethylene with another a -olefin, the resulting olefin 
copolymer is not satisfactory in its powder properties and 
blocking property . 

Each of the references referred to herein is incorporated 
by reference in its entirety. 

Summary of the Invention 

An object of the present invention is to provide a solid 
catalyst component and a catalyst for olefin polymerization, 
and further provide a process for producing an olefin polymer 
which is low in its content of lower molecular weight 
components . 

Another object of the present invention is to provide a 
solid catalyst component for olefin polymerization, which is 
extremely superior in its particle properties, and a catalyst 
for olefin polymerization, which is sufficiently high in 
polymerization activity per unit catalyst, so that there is 
no need to remove catalyst residue from the polymer obtained 
after the polymerization, and further provide a process for 
producing an olefin polymer ' which is superior in powder - 
properties and that possesses a low content of lower molecular 
weight components . 

The present inventors have undertaken extensive studies 
to accomplish their objects in the field of olefin 
polymerization, and, as a result, have found that a solid 



catalyst component having a specific range of a relative surface 
area can accomplish their objects, and have also found that 
a solid catalyst component obtained by contacting a specific 
solid catalyst component precursor with specific compounds can 
accomplish their objects, and thereby the present invention 
has been obtained. 

The present invention provides a solid catalyst 
component (I) for olefin polymerization, which is obtained by 
contacting, a solid catalyst component precursor (C) containing 
a magnesium atom, a titanium atom and a hydrocarbyloxy group, 
with a halogeno compound (A) of the 13 (Ula) or 14 (IVa) group 
of elements in the periodic table of the elements, and an 
electron donor (B) . 

The present invention also provides a solid catalyst 
component (I') for olefin polymerization, which is obtained by 
contacting an intermediate product with a compound (D) having 
a titanium-halogen bond, wherein the intermediate product is 
obtained by contacting a solid catalyst component precursor (C) 
containing a magnesium atom, titanium atom and a hydrocarbyloxy 
group with a halogeno compound (A') of the 14 (IVa) group of 
elements in the periodic table of the elements, and an electron 
donor (B) . 

The present invention further provides a solid catalyst 
component (I ) for olefin polymerization comprising a 
magnesium atom, a titanium atom, a halogen atom and an electron 
donor, and having a relative surface area of not more than 30 
mVg. 



Further, the present invention provides a catalyst for 
olefin polymerization, which comprises the solid catalyst 
component ( I) , (I ' ) or (I'') and an organoaluminum compound ( II ) . 

Furthermore, the present invention.provides a process for 
producing an olefin polymer, which comprises polymerizing an 
olefin with the catalyst. 

Detailed Description of the Invention 

The following description is not to be construed as 
limiting the present invention, as those of ordinary skill in 
the art will realize that various changes can be made in the 
various materials and procedures taught herein, without 
departing from the spirit or scope of the present inventive 
discovery. In this respect, the present invention is only 
limited by the scope of the claims appended hereto, and the 
equivalents encompassed thereby. The present invention is 
explained in detail as follows. 

[Solid catalyst component] 

The solid catalyst component according to the present 
invention is a solid catalyst component (I) which can be obtained 
using a halogeno compound(A) of the 13(ina) or 14 (IVa) group 
of elements in the periodic table of elements, an electron 
donor (B) and a solid catalyst component precursor (C) , or a 
solid catalyst component ( I ' ) which can be obtained using the 
halogeno compound (A' )of the 14 (IVa) group of the elements, the 
electron donor (B) , the solid catalyst component precursor (C) 



and a Ti-halogen bond-carrying compound (D) , or a solid catalyst 
component (I' ' ) comprising a magnesium atom, a titanium atom, 
a halogen atom and an electron donor, and having a relative 
surface area of not more than 30 m"/g. 

The solid catalyst components of the present' invention 
utilize therein a halogeno compound (A or A') of the 13(nia) or 
14 (IVa) group of elements in the periodic table of the elements . 
In this respect, groups 13-14 in the periodic table of the 
elements are those previously referred to as groups (Ilia) and 
(IVa) 

in the periodic table of the elements. 

The halogeno compound (A) of the 13 (Ilia) or 14 (IVa) group 
of elements or the halogeno compound(A') of the 14 (IVa) group 
of elements used in the present invention includes those having 
at least one 13 (Ilia) group element-halogen bond or at least one 
14 (IVa) group element-halogen bond. Among them, preferred is 
a compound represented by the following formula, 

MRm-aXa 

wherein M is an atom belonging to the 13 (Ilia) or 14 (IVa) group 
in the periodic table of the elements, R is a hydrocarbon group 
having 1 to 20 carbon atoms, X is a halogen atom, m is a valence 
of M, and '"a" is a number satisfying 0 < a ^ m. 

The atom belonging to the 13 (IHa) group of elements 
represented by M includes, for example, B, Al, Ga, In and Tl . 
Of these, B and Al are preferred, and Al is more preferred. 
The atom belonging to the 14 (IVa) group of elements represented 
by M includes, for example, C, Si, Ge, Sn and Pb . Of these. 



Si, Ge and Sn are preferred, and Si and Sn are more preferred. 
Among them, those belonging to the 14 (TVa) group are 
particularly preferred, and Si is most preferred. 

With respect to m and ^'a", when M is, for example. Si, m 
5 is 4, and '""a" is preferably 3 or 4 . 

Thus, the most preferred halogeno compound (A) or (A' ) can 
be represented by the following formula, 

S iR4_aXa 

wherein R and X are as defined above, and '''a" is a number 

10 satisfying 0 < a ^ 4, preferably 3 or 4 . 

The halogen atom represented by X includes F, CI, Br and 
I. Of these, CI is preferred. 

Examples of R are alkyl groups such as methyl, ethyl, 
n-propyl, i-propyl, n-butyl, i-butyl, amyl, i-amyl, hexyl, 

15 heptyl, octyl, decyl and dodecyl, aryl groups such as phenyl, 
tolyl, cresyl, xylyl and naphthyl, cycloalkyl groups such as 
cyclohexyl and cyclopentyl, allyl groups such as propenyl, and 
aralkyl groups such as benzyl . Among them, alkyl and aryl groups 
are preferred. Particularly, methyl, ethyl, n-propyl, phenyl 

20 and p-tolyl are preferred. 

Specific examples of the halogeno compounds of the 13(111 
a) group of elements in the periodic -table of the elements are 
trichloroboron , methyldichloroboron, ethyldichloroboron , 
phenyldichloroboron, cyclohexyldichloroboron, 

25 dimethylchloroboron, methylethylchloroboron , 
trichloroaluminum, methyldichloroaluminum, 
ethyldichloroaluminum, phenyldichloroaluminum. 
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cyclohexyldichloroaluminum, dimethylchloroaluminum, 
diethylchloroaluminum, methylethylchloroaluminum, 
ethylaluminum sesquichloride, gallium chloride, gallium 
di chloride, trichlorogallium, methydichlorogallium, 
ethyldichlorogallium, phenyldichlorogallium, 
cyclohexyldichloroga Ilium, dimethyl chlorogallium, 
methylethylchlorogallium, indium chloride, indium trichloride, 
methylindium dichloride, phenylindium dichloride, 
dimethylindium chloride, thallium chloride, thallium 
trichloride , methyl thallium dichloride, phenyl thallium 
dichloride, dimethylthallium chloride, and compounds named by 
replacing the chloro or chloride in the above named compounds 
with fluoro or fluoride, bromo or bromide, and iodo or iodide, 
respectively . 

Specific examples of the halogeno compounds of the 14 (IV 
a) group of elements in the periodic table of the elements are 
tetrachloromethane , trichloromethane , dichlorome thane , 
monochloromethane , 1, 1, 1-trichloroethane, 1, 1 -dichloroethane , 
1, 2 -dichloroethane, 1,1,2, 2-tetrachloroe thane , 
tetrachlorosilane , tr ichlorosilane, methyltr ichlorosilane, 
ethyl trichlorosi lane, n-propyltr ichlorosilane , n- 
butyltr ichlorosilane , phenyltrichlorosilane, 
benzyl trichlorosi lane , p-tolyl trichlorosi lane , 
cyclohexyltrichlorosilane , dichlorosilane , 
methyldichlorosilane, e thyldich lor osi lane , 
dimethyldichlorosilane , diphenyldichloros ilane, 
methylethyldichlorosilane, monochloros ilane. 
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trimethylchlorosilane, triphenylchlorosilane, 
tetrachlorogermane, trichlorogermane, methyl trichlorogermane 
ethyl trichlorogermane, phenyltrichlorogermane, 
dichlorogermane, dimethyldichlorogermane, 
diethyldichlorogermane, diphenyldichlorogermane, 
monochlorogermane, trimethylchlorogermane, 
triethylchlorogermane, tri-n-butylchlorogermane 
tetrachlorotin, methyltrichlorotin, n-butyl trichlorotin, 
dimethyldichlorotin, di-n-butyldichlorotin , di-i- 
butyldichlorotin, diphenyldichlorotin, divinyldichlorotin, 
methyl trichloro tin, phenyl trichlorot in, dichlorolead, 
methylchlorolead, phenylchlorolead and compounds named by 
replacing the chloro in the above named compounds with fluoro, 
bromo and iodo, respectively. 

Among these halogeno compounds (A) of the 13(nia) or 14 (IV 
a) group of elements, or the halogeno compound (A') of the 14 (IV 
a) group of elements, tetrachlorosilane, 
phenyltrichlorosilane , methyl trichlorosi lane, 
ethyltrichlorosilane, n-propyltrichlorosilane and p- 
tolyltrichlorosilane are particularly preferably used from a 
viewpoint of polymerization activity. 

The electron donor (B) used in the present invention 
includes oxygen-containing electron donors and nitrogen- 
containing electron donors. Examples of the oxygen-containing 
electron donors are alcohols, phenols, ketones, aldehydes, 
carboxylic acids, organic or inorganic acid esters, ethers, 
acid am.ides and acid anhydrides. Examples of the nitrogen- 



containing electron donors are ammonia, amines, nitriles and 
isocyanates. Of these, an organic acid ester and an ether are 
preferably used. 

As the organic acid ester, mono- or poly-valent carboxylic 
acid esters are preferred, and examples thereof are saturated 
or unsaturated aliphatic carboxylic acid esters, alicyclic 
carboxylic acid esters and aromatic carboxylic acid esters. 

Specific exam.ples of the esters are methyl acetate, ethyl 
acetate, phenyl acetate, methyl propionate, ethyl propionate, 
ethyl butyrate, ethyl valerate, methyl acrylate, ethyl acrylate, 
methyl me thacrylate , ethyl benzoate, butyl benzoate, methyl 
toluate, ethyl toluate, ethyl anisate, diethyl succinate, 
dibutyl succinate, diethyl malonate, dibutyl malonate, 
dimethyl maleate, dibutyl maleate, diethyl itaconate, dibutyl 
itaconate, monoethyl phthalate, dimethyl phthalate, methyl 
ethyl phthalate, diethyl phthalate, di-n-propyl phthalate, 
di-i-propyl phthalate,- di-n-butyl phthalate, di-i-butyl 
phthalate, di-2-ethylhexyl phthalate, di-n-octyl phthalate 
and diphenyl phthalate. 

Preferable ethers are dialkyl ethers, and diether 
compounds represented by the following formula, 

I 

R^^O — CHo C CH, 

I 

R23 



or" 



10 



wherein R^^ to R^^ are independently of one another an alkyl, 
aryl or aralkyl group having up to 20 carbon atoms, provided 
that R^^ and R^"^ may be a hydrogen atom. 

Specific examples of the ethers are dimethyl ether, 
diethyl ether, dibutyl ether, methyl ethyl ether, methyl butyl 
ether, methyl cyclohexyl ether, 2 , 2-dimethyl-l , 3- 
dimethoxypropane, 2, 2-diethyl-l, 3-dimethoxypropane , 2, 2-di- 
n-butyl-1, 3-dimethoxypropane,^ 2, 2-di-i-butyl-l , 3- 
dimethoxypropane, 2-ethyl-2-butyl-l , 3-dimethoxypropane, 2- 
n-propyl-2-cyclopentyl-l , 3-dimethoxypropane, 2 , 2 -dime thy 1- 
1, 3-diethoxypropane and 2-n-propyl-2-cyclohexyl-l , 3- 
diethoxypropane . 

Among these electron donors (B) , dialkyl esters of aromatic 
dicarboxylic acids are particularly preferably used, and 
dialkyl esters of phthalic acids are particularly more 
preferably used . 

The solid catalyst component precursor (C) used in the 
present invention is a solid component containing a magnesium 
atom, a titanium atom and a hydrocarbyloxy group. Preferable 
examples thereof are a solid product obtained by reducing a 
titanium compound (2) represented by the following formula, 

Ti (OR')aX,_a 

wherein R^ is a hydrocarbon group having 1 to 20 carbon atoms, 
X is a halogen atom, and "a" is a number satisfying 0<a^4, 
with an organomagnesium compound (3) in the presence of an 
organosilicon compound (1) having an Si-0 bond, as disclosed 
in JP-B-3-043283, and a solid product obtained by reducing the 
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titanium compound (2) with the organomagnesium compound (3) in 
the presence of the organosilicon compound (1) and a porous 
carrier (4), as disclosed in JP-B-4-057685 . 

Examples of in the titanium compound (2) represented by 
5 the above formula, are alkyl groups such as methyl, ethyl, 
propyl, i-propyl, butyl, i-butyl, amyl, i-amyl, hexyl, heptyl , 
octyl, decyl and dodecyl, aryl groups such as phenyl, cresyl, 
Scylyl and naphthyl, cycloalkyl groups such as cyclohexyl and 
cyclopentyl, allyl groups such as propenyl, and aralkyl groups 

10 such as benzyl. 

Among these groups, alkyl groups having 2 to 18 carbon 
atoms or aryl groups having 6 to 18 carbon atoms are preferred. 
Of these, straight-chain alkyl groups having 2 to 18 carbon 
atoms are particularly preferred. In the present invention, 

15 titanium compounds having two or more different OR^ groups can 
be used. 

The halogen atom X in the formula, Ti (OR^) aX^-a/ includes, 
for example, chlorine, bromine and iodine. Of these, chlorine 
is particularly preferred. 
20 With respect to "^a" in the formula, Ti (OR^ ) aX^-a/ a number 

satisfying 2^a^4 is preferred, and particularly preferred is 
4. 

The titanium compound (2) can be prepared in a conventional 
manner, for example, by reacting Ti(OR^)q with TiX^, wherein 
25 R^ and X are as defined above, or by reacting TiX^ with a 

corresponding alcohol, for example, R^OH, wherein X and R^ are 
as defined above, in each predetermined amount ratio. 
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Preferable examples of the Si-0 bond-carrying 
organosilicon compound (1) are those represented by any one of 
the following formulas, 

Si (OR^)bR%-b / 

(R^SiO) cSiR^3 or 
(R%SiO)d 

wherein R"^ is a hydrocarbon group having 1 to 20 carbon atoms, 
r", R^, R^,- R^ and R^ are independently of one another a 
hydrocarbon group having 1 to 20 carbon atoms or a hydrogen 
atom, b is a number satisfying 0<b^4, c is an integer of from 
1 to 1000, and d is an integer of from 2 to 1000. 

Specific examples of the organosilicon compound (1) are 
tetramethoxysilane, dimethyldimethoxysilane , 
tetraethoxysilane , triethoxyethylsilane , 
die thoxydiethylsi lane, ethoxytriethylsilane, tetra-i- 
propoxysilane, di-i-propoxy-di-i-propylsilane, 
tetrapropoxysilane , dipropoxydipropylsilane , 
tetrabutoxysilane , dibutoxydibutylsilane , 
dicyclopentoxydiethylsilane , diethoxydiphenylsilane, 
cyclohexyloxytrimethylsilane , phenoxytrimethylsilane, 
tetraphenoxysilane , triethoxyphenylsilane , 
hexamethyldisiloxane, hexaethyldisiloxane , 
hexapropyldisiloxane, octaethyltrisiloxane, 
poly (dimethylsiloxane) , poly (diphenylsiloxane) , 
poly (methylhydrosiloxane) and poly (phenylhydrosiloxane) . 

Among these organic silicon compounds, more preferable are 
alkoxysilane compounds represented by the formula. 



Si (OR^)bR\-b 

wherein R^, r"* and b are as defined above, provided that b is 
preferably a number satisfying l^b^4. Of these, 
tetraalkoxysilane compounds having a number of 4 as b are 
particularly preferred. 

As the organomagnesium compound (3), any types of 
organomagnesium compounds having a magnesium-carbon bond can 
be used. Particularly preferably used are Grignard compounds 
represented by the following formula, 

R^MgX , 

wherein R^ is a hydrocarbon group having 1 to 20 carbon atoms 
and X is a halogen atom, and dihydrocarbyl magnesium compounds 
represented by the following formula, 

R^^R^^Mg 

wherein R^° and R^^ are the same or different and independently 
of each other a hydrocarbon group having 1 to 20 carbon atoms. 
Specific .examples of R^ to R^^ are alkyl, aryl, aralkyl and 
alkenyl groups such as methyl, ethyl, propyl, i-propyl, butyl, 
sec-butyl, tert-butyl, i-amyl, hexyl, octyl, 2-ethylhexyl , 
phenyl and benzyl. It is particularly preferable to use the 
Grignard compounds in the form of an ether solution thereof 
from -a viewpoint of catalytic ability. - 

In the present invention, the organomagnesium compound (3) 
can be used in the form of a hydrocarbon soluble complex prepared 
from the organomagnesium compound (3) and an organometallic 
compound capable of solubilizing the organomagnesium compound 
in a hydrocarbon. Examples of the organometallic compounds are 
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those of Li, Be, B, Al and Zn. 

The porous carrier (4) includes those well known. Examples 
thereof are porous inorganic oxides such as Si02/ AI2O3, MgO, 
Ti02 and Zr02, and organic porous polymer such as polystyrene, 
styrene-divinylbenzene copolymer, styrene-ethylene glycol- 
methyl dime thacry late copolymer, polymethylacrylate, 
polyethylacrylate, methyl acrylate-divinylbenzene copolymer, 
po 1 yme thy ImtC thacry late, m.ethyl m.ethacrylate-divinylbenzene 
copolymer, polyacrylonitrile, acrylonitr ile-divinylbenzene 
copolymer, polyvinyl chloride, polyethylene and polypropylene . 
Of these, organic porous polymers, particularly styrene- 
divinylbenzene copolymer and acrylonitr ile-divinylbenzene 
copolymer are preferably used. 

. With respect to the porous carriers, a volume of micro 
pores (micro pore volume) having a radius of from 200 to 2000 
A is preferably 0.3 cc/g or more, more preferably 0.4 cc/g or 
more, and the volume defined above occupies preferably 35% or 
more, more preferably 40% or more, of that of micro pores having 
a radius of from 35 to 75000 A. It is not recommendable to use 
porous carriers having too small micro pore volume, because 
the catalyst component may not be fixed effectively. Meanwhile, 
even if the micro pore volume is 0.3 cc/g or more, a catalyst 
component may not be fixed effectively unless such a micro pore 
volume is that of micro pores having a micro pore radius of 
from 200 to 2000 A . 

The reduction reaction of the titanium compound (2) with 
the organomagnesium compound (3) can be carried out by adding 
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the organomagnesium compound (3) dropwise to a mixture of the 
titanium compound (2) and the organosilicon compound ( 1 ) , or vice 
versa. In these cases, the reaction may be carried out in the 
presence of the porous carrier (4). 
5 The titanium compound (2) and the organosilicon ' 

compound (1) are preferably dissolved or diluted in a suitable 
solvent and then used for the reduction reaction. Examples of 
the Solvents are aliphatic hydrocarbons such as hexane, heptane, 
octane and decane, aromatic hydrocarbons such as toluene and 
10 xylene, alicyclic hydrocarbons such as cyclohexane, 

v3 methylcyclohexane and decalin, and ether compounds such as 

03 diethyl ether, dibutyl ether, di-i-amyl ether and 

Ul tetrahydrof uran , 

A reduction temperature is usually from about -50 to 10°C, 

L, 15 preferably from about -30 to 50'C, more preferably from about 

P -25 to 35°C. 

I y 

ry A time for the dropwise addition is not particularly 

y, restricted, but is usually from about 30 minutes to 6 hours. 

After completion of the reduction reaction, the reaction 
20 mixture may be subjected to post reaction at a temperature of 
from about 20 to 120°C. 

The amount of the organosilicon compound (1) to be used is 
usually within a range of from about 1 to 500, preferably from 
about 1 to 300, more preferably from about 3 to 100 in terms 
25 of an atomic ratio Si/Ti, i.e. a ratio of a silicon atom in' 
the silicon compound(l) to a titanium atom in the titanium 
compound (2 ) . 
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The amount of the organomagnesium compound (3) to be used 
is usually within a range of from about 0 . 1 to 10, preferably 
from about 0.2 to 5.0, more preferably from about 0.5 to 2.0 
in terms of an atomic ratio (Ti + Si)/Mg, i.e. a ratio of the 
5 sum of a titanium atom and a silicon atom to a magnesium atom. 

Alternatively, the amounts of the titanium compound (2), 
the organosilicon compound (1) and the organomagnesium compound 
(3) may be determined so as to make a molar ratio of Mg/Ti in 
the solid catalyst component (I) or (I ' ) within a range of about 
10 1 to 51, preferably about 2 to 31, more preferably about 4 to 
26. 

The solid product obtained by the reduction reaction is 
separated from the reaction mixture, and washed several times 
with an inert hydrocarbon solvent such as hexane and heptane. 
15 The thus obtained solid catalyst component precursor (C) 

contains a trivalent titanium atom, a magnesium atom and a 
hydrocarbyloxy group, and in general has an amorphous structure 
or an extremely low crys tallinity . Those having the amorphous 
structure are particularly preferred from a viewpoint of 
20 catalyst performance. 

As the Ti-halogen bond-carrying compound (D) used in the 
- present invention, titanium compounds having at least one 
Ti-halogen bond are preferred. Examples thereof are titanium 
halides, halogenotitanium alkoxides and halogenoti tanium 
25 amides. Of these, titanium tetrachloride is particularly 
preferred from a viewpoint of polymerization activity. 
In the present invention, the solid catalyst 
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component (I ) is obtained by contacting the solid catalyst 
component precursor (C) with the halogeno compound (A) of the 
13 (Ula) or 14 (IVa) group of elements and the electron donor (B) . 
The solid catalyst component (I' ) is obtained by contacting 
5 the solid catalyst component precursor (C) with the halogeno 
compound (A*) of the 14 (IVa) group of elements and the electron 
donor (B) to produce an intermediate product, and then 
contacting the resulting intermediate product with the Ti- 
halogen bond-carrying compound (D). 

10 The treatment of the solid catalyst component precursor (C) 

with the halogeno compound{A) of the 13 (Ilia) or 14 (IVa) group 
of elements or the halogeno compound (AM of the 14 (IVa) group 
of elements and the electron donor (B) to contact with one 
another can be carried out in any known manner, such as a slurry 

15 method and a mechanical pulverizing means using a ball mill. 
However, the mechanical pulverizing means is not preferred f romi 
an industrial point of view, because a large amount of fine 
particles is produced, thereby making the particle size 
distribution wide. Thus, it is recommendable to treat them in 

20 the presence of a diluent. 

After completion .of the treatment, the resulting mixture 
can be treated successively as it is. However, it is 
recommendable to wash the resulting product with a diluent 
several times, thereby removing unreacted materials. 

25 The diluent is preferably inert to the materials to be 

treated. Examples thereof are aliphatic hydrocarbons such as 
pentane, hexane, heptane and octane, aromatic hydrocarbons such 



IS 



as benzene, toluene and xylene, alicyclic hydrocarbons such 
as cyclohexane and cyclopentane, and halogenated hydrocarbons 
such as 1 , 2-dichloroethane and monochlorobenzene . 

The amount to be used of the diluent is usually from about 
5 0.1 ml to 1000 ml, preferably from about 1 ml to 100 ml, per 
g of the solid catalyst component precursor (C) . 

The treatment and washing can be carried out usually at 
a temperature of from about -50 to 150 C, preferably from about 

0 to 140*^0, more preferably from about 60 to ISS'^C. Although 
10 a time for the treatment is not particularly restricted, it 

is preferably from about 0 . 5 to 8 hours, more preferably from 
about 1 to 6 hours, and also, although a time for the washing 
is not particularly restricted, it is preferably from about 

1 to 120 minutes, more preferably from about 2 to 60 minutes. 
15 In carrying out the contacting treatment of the solid 

catalyst component precursor (C) with the halogeno compound (A) 
of the 13(ina) or 14 (IVa) group of elements or the halogeno 
compound (A') of the 14 (IVa) group of elements and the electron 
donor (B) , the method for the contacting treatment is not limited. 
20 (A) or (A'), (B) and (C) may be contacted simultaneously, or 
they may be contacted one by one. The contacting treatment 
method includes, for* example, following methods: 

- a mixture of (A) or (A*) and (B) prepared in advance is added 
to (C), 

25 - (C) is added to a mixture of (A) or (A*) and (B) prepared in 
advance, 

- (A) or (A') and (B) are added one by one to (C) , 
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- (A) or (A') and (B) are added simultaneously to (C) , 

- after contacting (C) with (A) or (A') and washing the contacted 
product, (B) is contacted with the washing product, 

- after contacting (C) with (B) and washing the contacted 
5 product,.{A) or (A*) is contacted with the washing product. 

Among them, it is preferable to contact (A) or (A'), (B) and 
(C) simultaneously . 

The haldgeno compound (A) of the 13 (lHa) or 14 (IVa) group 
of elements or the halogeno compound (A* ) of the 14 (IVa) group 

10 of elements is used in an amount of usually from about 0.1 to 
1000 mmol, preferably from about 0.3 to 500 mmol, more 
preferably from about ' 0 . 5 to 300 mmol, per g of the solid 
catalyst component precursor (C) . 

The total amount of the halogeno compound (A) or (A') may 

15 be used for the treatment at one stroke, or the amount thereof 
to be used may be optionally divided into several parts. For 
example, the solid catalyst component precursor (C) may be 
treated with a part of the halogeno compound (A) or (A') and 
the electron donor (B) , followed by treatment with the 

20 remaining halogeno compound (A) or (A*). 

The electron donor (B) is used in an amount of usually from 
about. 0.1 to 1000 mmol, preferably from about 0.3 to 500 mmol, 
more preferably from about 0 . 5 to 300 mmol, per g of the solid 
catalyst component precursor (C) . The total amount of the 

25 electron donor (B) may be used for the treatment at one stroke, 
or the amount thereof to be used may be optionally divided into 
several parts. 
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A molar ratio of the electron donor (B) to the halogeno 
compound (A) or (A') in the treatment is preferably from about 
0.01 to 200, more preferably from about 0.1 to 100. 

According to the process described above, the solid 
5 catalyst component (I) or the intermediate" product for the solid 
catalyst component (I') can be produced. 

The successive treatment of the intermediate product with 
the Ti-halogen bond-carrying compound (D) can be carried out 
in any known manner, such as a slurry method and a mechanical 
10 pulverizing means using a ball mill, like in the treatment of 
the precursor (C) with the halogeno compound (A) or (A*) and the 
electron donor (B) . However, the mechanical pulverizing means 
is not preferred from an industrial point of view, because a 
large amount of fine particles is produced, thereby making the 
15 particle size distribution wide. Thus, it is recommendable to 
treat them in the presence of a diluent. Such a treatment using 
a diluent can be carried out in a manner similar to that 
described above. 

In carrying out the contacting treatment, the intermediate 
20 product obtained by the treatment of the solid catalyst 

component precursor (C) with the halogeno compound (A' ) and the 
electron donor (B) is added to the Ti-halogen bond-carrying 
compound (D), or vice versa. 

The Ti-halogen bond-carrying compound (D) is used in an 
25 amount of usually from 0.1 to 1000 mmol, preferably from 0.3 
to 500 mmol, more preferably from 0.5 to 300 mmol, per g of 
the solid catalyst component precursor (C) . The total amount 
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of the compound (D) may be used for the treatment at one stroke, 
or the amount thereof to be used may be optionally divided into 
several parts . 

The solid catalyst component (I ) for olefin 

5 polymerization according to the present invention comprises 

a magnesium atom, a titanium atom, a halogen atom and an 

electron donor. Use of the solid catalyst component in 

combination with a co-catalyst component such as an 

organoaluminum compound gives olefin polymers which are 

l£ 10 particularly low in their content of lower molecular weight 

ffi components. A relative surface area measured by BET method 

W of the solid catalyst component is 30 m^/g or less, preferably 

^ 0.01-20 m^/g, more preferably 0.1-15 m^/g. 

The content of the electron donor in the solid catalyst 

l^, 15 component ( I ) is preferably about 11 wt% or more, more 

rr preferably about 13-50 wt% . A content of the lower molecular 

weight components in olefin polymers decreases with the 

increase of a content of the electron donor in the solid catalyst 

component (I' ' ) . As the electron donor, organic acid esters are 

20 preferable, and among them", dialkyl esters of phthalic acid 

are particularly preferable. 

The solid catalyst component { I^-'-) is preferablTe for the 

production of an etylene- a -olefin copolymer, and 

particularly preferable for an ethylene based copolymer as 
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mentioned hereinafter . 

The solid catalyst component ( I ) includes the solid 
catalyst component (I) or (I') which satisfies the above 
characteristics such as- the relative surface area of the solid 
catalyst component (I' ' ) . 

The solid catalyst component ( I ) can be preferably 
prepared by contacting simultaneously the halogenb compound (A) 
of the 13(nia) or 14(IVa) group of elements or the halogeno 
compound (A*) of the 14(IVa) group of elements, the electron 
donor (B) and the solid catalyst component precursor (C) . As the 
electron donor (B) , organic acid esters are preferable, and 
among them, dialkyl esters of phthalic acid are particularly 
preferable . 

The solid catalyst component (I) , (I') or (1 ' ' ) can be used 
for polymerization in the form of a slurry in the presence of 
the diluent, or in the form of a flowable powder after drying 
the resulting product in a suitable manner. 

[Catalyst for olefin polymerization] 

The catalyst for olefin polymerization used in the present 
invention is one comprising the solid catalyst component ( I ) , 
(I') or (I'') and an organoaluminum compound (II). 

The organoaluminum compound (11) has at least one Al- carbon 
bond in the molecule. Examples thereof are those represented 
by the following formulas. 



R^^AlY3-r 

R^^R^^Al- (0-AlR^^) dR^^ 
wherein R^^, R^^, R^"*, R^^ and R^^ are independently of one another 
a hydrocarbon group having 1 to 8 carbon atoms, Y is a halogen 
atom, a hydrogen atom or an alkoxy group, r is a number 
satisfying 2^r^3 , and d is a number satisfying l^d^30. 

Specific examples of the organoaluminum compound (II) are 
trialkylaluminums'' such as triethylaluminum, tri-n- 
butylaluminum, tri-i-butylaluminum and trihexyl aluminum, 
dialkylaluminum hydrides such as diethylaluminum hydride, 
di-n-butylaluminum hydride and di-i-butylaluminum hydride, 
alkylaluminum dihalides such as ethylaluminium dichloride, 
n-butylaluminium dichloride and i-bu tylaluminium dichloride, 
dialkylaluminum halides such as diethylaluminum chloride, 
di-n-butylaluminium chloride and di-i-butylaluminium chloride, 
mixtures of tr ialkylaluminums and dialkylaluminum halides , and 
alkylalumoxanes such as tetraethyldialumoxane , 
tetrabutyldialumoxane, polymethylalumoxane and 
polyethylalumoxane . 

Among these organoaluminum compounds, trialkylaluminums , 
mixtures of trialkylaluminums and dialkylaluminum halides and 
alkylalumoxanes are preferred-. Tr-iethy-lalum.inum, -tri-n- 
butylaluminum, tri-i-butylaluminum, trihexyl aluminum, a 
mixture of triethylaluminum and diethylaluminum chloride, and 
tetraethyldialumoxane are particularly preferred. 

The amount to be used of the organoaluminum compound (II) 
is usually within a wide range such as from 1 to 1000 mol. 



preferably from 5 to 600 mol, per mol of a titanium atom in 
the solid catalyst component ( I ) , (I') or (I''). 

[ Pre-polymerization ] 
5 The solid catalyst component (I), (I') or (I'') in the 

present invention can be used in the olefin polymerization as 
it is. Alternatively, the catalyst component can be subjected 
to pre-polym.erization treatment and then used for the olefin 
polymerization. The pre-polymerization can be carried out by 

10 contacting the solid catalyst component and the organoaluminum 
compounddl) with an olefin. As the olefin used for the 
pre-polymerization, ethylene, propylene and butene-1 are 
exemplified. The pre-polymerization can be any of 
homopolymerization and copolymerizat ion . 

15 In order to obtain a pre-polymer (pre-polymerization 

product) having a high crystallinity , the pre-polymerization 
may be carried out in the presence of a known electron donor 
or hydrogen. As the electron donor, an organic compounds having 
an Si-OR bond, wherein R is a hydrocarbon group having 1 to 

20 20 carbon atoms, is preferably used. 

In carrying out the pre-polymerization of the solid 
catalyst component, it is recommendable to use the solid 
catalyst component in a slurry form. Examples of solvents used 
for the slurry are aliphatic hydrocarbons such as butane, 

25 pentane, hexane and heptane, and aromatic hydrocarbons such 
as toluene and xylene. 

A concentration of the slurry is usually from 0.001 to 0.5 
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g-solid/ml-solvent , preferably from 0.01 to 0.3 g-solid/ 
ml-solvent. The organoaluminum compound is used preferably in 
an amount of from 0.1 to 100, more preferably from 1 to 10, 
in terms of an atomic ratio of Al/Ti. 
5 The pre-polymerization treatment is carried out usually 

at a temperature of from -30 to 80°C, preferably from -10 to 
50°C. 

The amount of the pre-polymer is usually from 0 . 1 to 100 
g, preferably from 0.5 to 50 g, per g of the solid catalyst 
10 component . 

[Process for producing olefin polymer] 

In accordance with the present invention, one or more 

olefins can be subjected to polymerization using the solid 
15 catalyst component pre-polymerized, or not, and the 

organoaluminum compound. The polymerization is explained in 

detail as follows. 

The solid catalyst component and the organoaluminum 

compound can be fed into a polymerization reaction vessel in 
20 any manner which is not particularly restricted as far as they 

are fed under a moisture-free condition by using a carrier gas, 

for examp^le, an inert gas (such as nitrogen-or argon) or hydrogen 

or an olefin. The solid catalyst component and the 

organoaluminum compound can be fed separately or can be 
25 contacted with each other in advance. 

The polymerization reaction can be carried out in any known 

manner including usual gas-phase polymerization and slurry 
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polymerization. It is recommendable to carry out the 
polymerization usually under conditions of a temperature lower 
than that, at which the polymer is melted, preferably from about 
20 to 100°C, more preferably from about 40 to 90°C, and a pressure 
of from atmospheric pressure to 40 kg/cm^. In order to control 
a melt flowability of the polymer obtained, hydrogen may be 
added to the polymerization system as a molecular weight 
controller- The polymerization can be carried out continuously 
or in a batch-wise manner. 

Examples of the olefins used for the production of the 
olefin polymer are those having two or more carbon atoms. 
Specific examples thereof are ethylene, propylene, butene- 
1, pentene-1, hexene-1, 3-methyl-pentene-l and 4- 
methylpentene-1 . 

According to the process of the present invention, 
homopolymerization of an olefin and copolymerization of two 
or more olefins can be effectively carried out. In the present 
invention, copolymerization of ethylene with another a -olefin 
is preferably carried out to obtain a desired copolymer, 
particularly an ethylene based copolymer substantially having 
a crystalline structure. In this copolymerization, ethylene 
and one or more a -olefins are" used in a mixture- form to obtain 
a desired ethylene based copolymer. 

In accordance with the present invention, there can be 
provided a solid catalyst component for olefin polymerization, 
which is extremely superior in particle form, and a catalyst 
for olefin polymerization, which is high in polymerization 



activity, so that after the polymerization no removal of a 
catalyst residue is needed, and further a process for producing 
an olefin polymer that is superior in powder properties and 
low in a content of lower molecular weight components . 
5 ■ The present invention is explained in more detail with 

reference to the following Examples, which are only 
illustrative and not intended to limit the scope of the present 
invention . 



^ 10 The properties of solids such as polymers and solid 

components such as solid catalyst components in Examples were 
W measured in the following manners. 

Ui (1) Content of an a-olefin 

Q 15 Using an infrared spectrophotometer, characteristic 

~l absorptions of ethylene and the a-olefin were measured to 
^ prepare a calibration curve. The content of a-olefin was 
N= determined using the calibration curve and shown in terms of 
a short chain branch number (SCB) per 1000 C. 

20 

(2) Flow rate(FR) 

Measured at 190°C according to ASTM 01238 . 



(3) Flow rate ratio (FRR) which was adopted as a measure for 
25 a melt fluidity. 

FRR was shown in terms of a ratio of respective flow rates 
(FR) obtained according to said measuring method (2), wherein 
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the load applied was 21.60 kg and 2.160 kg, namely, 
FRR = (flow rate when the load was 21,60 kg) -i- 
(flow rate when the load was 2.160 kg) . 
It is known that FRR value increases with increase of the 

molecular weight distribution of a polymer. 

(4) Content of lower molecular weight components 

Shown in terms of a quantity of the extract with a cold 
xylene of 25°C (CXS) . 

(5) Composition analysis 

Mg content : after decomposing a solid component with 
a dilute sulfuric acid, measuredby ICP emission analysis using 
a Optima 3000 manufactured by Perkin Elmer Ltd. 

Ti content : after decomposing a solid component with 
a dilute sulfuric acid and then adding an excess hydrogen 
peroxide aqueous solution, a characteristic absorption at 410 
nm was measured by a double-beam spectrophotometer U-2001 
manufactured by Hitachi Co . , Ltd. and Ti content was determined 
using the calibration curve. 

CI content : after decomposing a solid component with 

water-, CI content was measured by a precipitation titration 
method using silver nitrate. 

Alkoxyl group content : after decomposing a solid 
component with water, the content of the resultant 
corresponding alcohol in the decomposed ma terial was measured 
by a gas chromatography (internal standard method) . Then, based 



on the alcohol content, the alkoxyl group content was 
calculated . 

Electron donor content : after decomposing a solid 
component with water, soluble components were extracted by 
5 a saturated hydrocarbon solvent, and the extract including 
an electron donor was analyzed by gas chromatography (internal 
standard method) . In case of using an ester as an electron donor, 
all of the electron donor included in the solid component and 
analyzed by this method was not identical with that initially 
_ 10 used, because some of the alkyl groups of the electron donor 
-J initially used were substituted with other alkyls during the 

m production process of the solid component. Therefore, the 

[sj electron donor content analyzed by this method includes the 

5^ contents of the electron donor initially used and that 

15 substituted with other alkyls. 

flj (6) Relative surface area 

Relative surface area of a solid catalyst component was 
measured by a BET method (nitrogen gas) using Flow Sorb 11 2300 
20 manufactured by Micromerit ics . 

Example 1 

(1) Preparation of solid catalyst component precursor 
25 A 500 ml flask equipped with a stirrer and a dropping funnel 

was purged with nitrogen, and 160 ml of hexane, 44 ml (196.4 
mol) of tetraethoxysilane and 4.4 ml (12.9 mol) of 
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tetxabutoxytitanium were fed therein. The mixture was stirred 
at 30°C for 30 minutes. 

Then, 100 ml of a 2.1 mol/1 dibutyl ether solution of 
butylmagnesium chloride was added dropwise to the mixture over 
1 hour while maintaining a temperature of the flask at 5°C . After 
completion of the addition, the mixture was stirred at 5°C for 
1 hour, and additionally stirred for 1 hour at 20°C. Thereafter, 
a solid product was separated by filtration, washed 3 tim.es 
with 200 ml of hexane and dried under a reduced pressure to 
obtain 31.2 g of a brown solid catalyst component precursor. 

The solid catalyst component precursor was found to 
contain Mg : 16.5wt%, Ti : 1.91wt%, OEt (ethoxy group) : 36.4wt% 
and OBu (butoxy group) : 2,93wt%. 

(2) Production of solid catalyst component 

A 50ml flask equipped with a stirrer and a dropping funnel 
was purged with nitrogen, and 17,5 ml of toluene, 5.1 ml (31.9 
mmol) of phenyltrichlorosilane (as the case may be, abbreviated 
as PhTCS) and 4 . 3 ml (16 . 0 mmol) of di-i-butyl phthalate (as the 
case may be, abbreviated as DIBP) were fed therein. The mixture 
was stirred at 70°C for 1 hour. 

A 100 ml flask equipped with a stirrer and a dropping funnel 
was purged with nitrogen, and 17.5 ml of toluene and 7.00 g 
of the solid catalyst component precursor prepared in the above 
(1) were fed therein . The mixture was kept at 10°C for 30 minutes, 
and then, the whole mixture of PhTCS and DIBP prepared above 
was added thereto. The resulting mixture was stirred for 3 hours 



at 95°C. Thereafter, a solid product was separated by filtration 
from the mixture, and washed 3 times with 35 ml of toluene at 
95°C. To the solid washed was added 35 ml of toluene, and after 
raising the temperature to 70°C, 5 . 1 ml (31 . 9 mmol) of PhTCS was 
added thereto. The mixture was stirred for 1 hour at 95''C. 
Thereafter, like the above, a solid product was separated by 
filtration from the mixture, washed 7 times with 35 ml of toluene 
at 95°C, further washed 2 times with 35 ml of hexane at room 
temperature, and dried under a reduced pressure to obtain a 
solid catalyst component superior in a particle form. The solid 
catalyst component was found to have a Ti content of 1.29 wt%, 
an electron donor content of 17.1 wt% and a relative surface 
area of 14 m^/g. 
( 3 ) Polymeri zation 

A 3 liter autoclave equipped with a stirrer was dried 
thoroughly, and made vacuum. Then, 1.2 kg/cm^ of hydrogen, 600 
g of butane and 150 g of butene-1 were fed into the autoclave, 
and heated to 70°C. Ethylene was fed therein to make a partial 
pressure 6 . 0 kg/cm^ , Successively, 14 . 2 mg of the solid catalyst 
component obtained in the above (2) and 5.7 mmol of 
triethylaluminum were fed therein under a pressure of argon 
to initiate polymerization. The polymerization was continued 
for 3 hours at 70°C, while maintaining a total pressure to a 
fixed degree by continuous feeding of ethylene. 

After completion of the polymerization, unreacted 
monomers were purged to obtain 71 g of a polymer superior in 
powder properties. There was observed almost no polymer 



adhering to the inner wall of the autoclave and the stirrer. 

The polymer production per catalyst (polymerization 
activity) was found to be 1670 g-polymer/g-solid catalyst 
component/hr , and the resulting polymer was found to have SCB : 
17.7, FR : 1.74, FRR : 29.5 and CXS : 7.5wt%, which results 
demonstrate that the content of lower molecular weight 
components therein is low. 

Example 2 

(1) Production of solid catalyst component 

Example 1(2) was repeated, except that 4.8 ml (31.9 mmol) 
of n-propyltrichlorosilane (abbreviated as nPTCS) was used in 
place of PhTCS, thereby obtaining a solid catalyst component 
superior in a particle form. The solid catalyst component was 
found to have a Ti content of 1.32wt%. 

(2 ) Polymerization 

Using 25.8 mg of the solid catalyst component obtained in 
the above (1), Example 1(3) was repeated to obtain 105 g of a 
polymer superior in powder properties. There was observed 
almost no polymer adhering to the inner wall of the autoclave 
and the stirrer. 

The polymer production per catalyst (polymerization 
activity) was found to be 1360 g-polymer/g-solid catalyst 
component/hr , and the resulting polymer was found to have SCB : 
15.5, FR : 1.40, FRR : 30.4 and CXS : 7.1wt%, which results 
demonstrate that the content of lower molecular weight 



components therein is low. 
Example 3 

5 (1) Production of solid catalyst component 

Using 1.9 ml(4.8 mmol) of di { 2 -ethylhexyl ) 
phthalate (abbreviated as DEHP) in place of DIBP, Example 1(2) 
was repeated to obtain a solid catalyst component superior in 
a particle form. The solid catalyst component was found to have 
10 a Ti content of 1.48 wt%, an electron donor content of 15.8 
wt% and a relative surface area of 1.1 m^/g. 
(2 ) Polymerization 

Using 22.0 mg of the solid catalyst component obtained in 
the above (1), Example 1(3) was repeated to obtain 90.8 g of 
15 a polymer superior in powder properties. There was observed 
almost no polymer adhering to the inner wall of the autoclave 
and the stirrer. 

The polymer production per catalyst (polymerization 
activity) was found to be 1377 g-polymer /g-solid catalyst 
20 component/hr , and the resulting polym.er was found to have SCB : 
15.4, FR : 1.84, FRR : 26.2 and CXS : 7.4wt%, which results, 
demonstrate that the content of lower molecular weight 
components therein is low. 

25 Example 4 

(1) Production of solid catalyst component 
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A 100 ml flask equipped with a stirrer was purged with 
nitrogen, and 7.00 g of the solid catalyst component 
precursor (C) prepared in Example 1 (1), 35 ml of toluene, 5.1 
ml (31.9 mmol) of PhTCS and 4.3 ml (16.0 mmol) of DIBP were fed 

* i 

5 therein . The mixture was stirred for 2 hours at 105°C . Thereafter, 
a solid product was separated by filtration from the mixture, 
and washed 4 times with 35 ml of toluene at 105°C. To the solid 
washed was added 35 ml of toluene; and after raising the 
temperature to VO'^C, 5.1 ml (31.9 mmol) of PhTCS and 2.1 ml (8.0 
10 mmol) of DIBP were added thereto. The mixture was stirred for 
2 hours at 105°C. Thereafter, a solid product was separated by 
filtration from the mixture, washed 4 times with 35 m.l of toluene 
at 105°C, further washed 2 times with 35 ml of hexane at room 
temperature, and dried under a reduced pressure to obtain a 
15 solid catalyst component superior in a particle form. The solid 
catalyst component was found to have a Ti content of 1.19wt%. 
(2 ) Polymerization 

Using 15.3 mg of the solid catalyst component obtained in 
the above (1), Example 1(3) was repeated to obtain 32 g of a 
20 polymer superior in powder properties. There was observed 
almost no polymer adhering to the inner wall of the autoclave 
and the stirrer. ' " ' ' ' ^ ' 

The polymer production per catalyst (polymerization 
activity) was found to be 700 g-polymer/g-solid catalyst 
25 component/hr, and the resulting polymer was found to have SCB : 
18,3, FR : 1.08, FRR : 25.4 and CXS : 8.1wt%, which results 
demonstrate that the content of lower molecular weight 
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components therein is low. 



Example 5 

5 (1) Preparation of solid catalyst component precursor 

A 300 ml flask equipped with a stirrer and a dropping funnel 
was purged with nitrogen, and 26.1 g of s tyrene-divinylbenzene 
copolymer having an average particle size of 37 Mm and a micro 
pore volume of 1.05 cc/g within a micro pore radius range of 
10 100 to 5000 A, which had been dried at 80°C for 5 hours, 123 
ml of toluene, 11.4 ml (228 mmol) of tetraetho.xysilane and 7.9 
ml (23.2 mol) of tetrabutoxyti tanium were fed therein. The 
mixture was stirred for 45 minutes at room temperature. 

Then, 35.5 ml of a 2.1 mol/1 dibutyl ether solution of 
15 butylmagnesium chloride was added dropwise to the mixture over 
1 hour while maintaining the temperature of the flask at 5°C . 
After completion of the addition, the mixture was stirred at 
5°C for 0.5 hour, and additionally stirred for 3 hours at room 
temperature. Thereafter, a solid product was separated by 
20 filtration, washed 3 times with 125 ml of toluene, further 
washed 2 times with 125 ml of hexane, and dried under a reduced 
pressure to obtain 37.2 g of a brown solid catalyst" component 
precursor . 

The solid catalyst component precursor was found to 
25 contain Mg : 4.60wt%, Ti : 2.42wt%, OEt : 10.06wt% and OBu : 
5 . 73wt% . 
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(2) Production of solid catalyst component 

A 100ml flask equipped with a stirrer and a dropping funnel 
was purged with nitrogen, and 7.0 g of the solid catalyst 
component precursor prepared in the above (1) , 35 ml of toluene, 
.1.5 ml(9.58 mmol) of PhTCS and 2.6 ml(4.79 mmol) of DIBP were 
fed therein. The mixture was stirred at 105°C for 2 hours. The 
mixture stirred was filtered to obtain a solid product, which 
was then washed 4 times with 35 ml of toluene at lOS^'C. To the 
solid washed was added 35 ml of toluene, and after raising the 
temperature to 70°C, 1 . 5 ml (9 . 58 mmol) of PhTCS was added thereto . 
The mixture was stirred for 2 hours at 105°C . Thereafter, a solid 
product was separated by filtration from the mixture, washed 
4 times with 35 ml of toluene at 105°C, further washed 2 times 
with 35 ml of hexane at a room temperature, and dried under 
reduced pressure to obtain a solid catalyst component superior 
in a particle form. The solid catalyst component was found to 
have a Ti content of 1.85wt%. 
( 3 ) Polymerization 

Using 30.4 mg of the solid catalyst component obtained in 
the above (2) , Example 1 (3) was repeated, provided that the 
amounts of butane and butene-1 were changed to 620 g and 130 
g, respectively, thereby obtaining 97 g of a polymer superior 
in powder properties. There was observed almost no polymer 
adhering to the inner wall of the autoclave and the stirrer. 

The polymer production per catalyst (polymerization 
activity) was found to be 1060 g-polymer /g-solid catalyst 
component/hr , and the resulting polymer was found to have SCB : 



17.3, FR : 1.57, FRR : 27.3 and CXS : 8.4wt%, which results 
demonstrate that the content of lower molecular weight 
components therein is low. 

Example 6 ^' ' 

(1) Production of solid catalyst component 

A 500 ml flask equipped with a stirrer and a dropping funnel 
was purged with nitrogen, and 51.6 g of the solid catalyst 
component precursor prepared in the same manner as in Example 
1 (1), and 130 mi of toluene were fed therein. A mixture of 
5.16 ml (30. 3 mmol) of di-n-butyl ether and 113.5 ml (0.970 mol) 
of tin tetrachloride placed in the dropping funnel was added 
dropwise into the flask. The mixture was stirred for 3 hours 
at 112°C. Thereafter, a solid product was separated by 
filtration from the mixture, washed 4 times with 260 ml of 
toluene at 112°C, further washed 3 times with 260 ml of hexane 
at a room temperature, and then dried under a reduced pressure 
to obtain a solid catalyst component superior in a particle 
form. The solid catalyst component was found to have a Ti content 
of 0.21wt%. 
(2) Polymerization 

Using 24.2 mg of the solid catalyst com.ponent obtained in 
the above (1) , Example 1 (3) was repeated, except that the amounts 
of butane and butene-1 and the hydrogen pressure were changed ' 
to 610 g, 140 g and 1 . 0' kg/cm^ respectively, thereby obtaining 
42.1 g of a polymer superior in powder properties. There was 
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observed almost no polymer adhering to the inner wall of the 
autoclave and the stirrer, 

- The polymer production per catalyst (polymerization 
activity) was found to be 580 g-polymer/g-solid catalyst 
5 component/hr , and the resulting polymer was found, to have SCB : 
15.6, FR : 0.46, FRR : 30.2 and CXS : 5.6wt%, which results 
demonstrate that the content of lowe^r molecular weiqht 
(J umpo n e n 1 3 therein is 1 o v/ . 



10 Example 7 




^ (1) Production of solid catalyst corn]^Q.ent 

A 100 ml flask equipped with a sti-rr,er and a dropping funnel 
yi was purged with nitrogen, and 5.0 g-^'f'"*the solid catalyst 

O 15 component precursor prepared in Example 5 (1), and 30 ml of 
pj toluene were fed therein. The temperature was raised to QS^C, 

g and then, 8.7 ml (30 mmol) of a 3.46 mmol/cc hexane solution 

of ethyldichloroaluminum was added thereto. The mixture was 
stirred for 2 hours at gS^'C. Thereafter, a solid product was 
20 separated by fxltration from the mixture, and washed 2 times 
with 30 mr_of toluene at 95°C. To th#-solid product washed was 
added 30 ml of toluene. After raising'*the tempe"rature to 95°C, 
0.35 ml (0.75 mmol) of di-i-decyl phthalate was added thereto, 
and the mixture was stirred for 1 hour-at 95°C. A solid product 
25 was separatedby filtration, washed 2. times with 30 ml of toluene 
at 95°C, further washed 2 times with 3^0 ml of hexane at a room 
temperature, and then dried- under a reduced pressure to obtain 
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a solid catalyst component superior in a particle form. The 
solid catalyst component was found to have a Ti content of 
0 . 38wt% . 

(2 ) Polymerization 

Using 53.1 mg of the solid catalyst component obtained in 
the above (1), Example 1(3) was repeated, except that the 
hydrogen pressure, the amounts of butane, butene-1 and 
triethylaluminum, and polymerization time were changed to 1 . 0 
kg/cm^, 610 g, 140 g and 3.0 mmol, and 2 hours, respectively, 
thereby obtaining 69 g of a polymer superior in powder 
properties. There was observed almost no polymer adhering to 
the inner wall of the autoclave and the stirrer. 

The polymer production per catalyst (polymerization 
activity) was found to.be 650 g-polymer/g-solid catalyst 
component/hr , and the resulting polymer was found to have SCB : 
19.4, FR : 0.37, FRR : 29.7 and CXS : 10.0wt%, which results 
demonstrate that the content of lower molecular weight 
components therein is low. 

Comparative Example 1 

(1) Production of solid catalyst component 

In a 500 ml flask equipped with a stirrer, 175 ml of a 1.27 
mol Mg/1 heptane solution of butylethylmagnesium was fed, and 
75 g of tetrachlorosilane was added dropwise thereto at room 
temperature. After completion of the addition, the mixture was 
stirred at 60*^C for 2 hours, and a solid product separated from 
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the mixture by filtration was washed 7 times with 100 ml of 
heptane, and dried under reduced pressure to obtain 18.0 g of 
a white solid product. 

The obtained solid product in an amount of 1.82 g was fed 
in a 200 ml flask equipped with a stirrer/ and 94 ml of heptane 
was added thereto to form a slurry. To the slurry was added 
0.95 ml of titanium tetrachloride at room temperature, and the 
resulting mixture was stirred for 1 hour at 90°C. A solid product 
separated from the mixture by filtration was washed 5 times 
with 94 ml of heptane, and dried under reduced pressure to obtain 
1.66 g of a solid product. The solid product was found to have 
a Ti content of 6.30 wt%, an electron donor content of 0 wt% 
and a relative surface area of 75 m^/g. 
(2 ) Polymerization 

A 3 liter autoclave equipped with a stirred was dried 
thoroughly, and made vacuum. Then, 1.0 kg/cm^ of hydrogen, 650 
g of butane and 100 g of butene-1 were fed into the autoclave, 
and heated to 70°C. Ethylene was fed therein to make a partial 
pressure 6 . 0 kg/cm^ . Successively, 5 . 7 mmol of triethylaluminum 
and 14.2 mg of the solid catalyst component obtained in the 
above (1) were fed therein under a pressure of argon to initiate 
polymerization . The polymerization was 'continued for 2 hours 
at 70°C, while maintaining a total pressure to a fixed degree 
by continuous feeding of ethylene. After completion of the 
polymerization, unreacted monomers were purged to obtain 135 
g of a polymer. 

The polymer production per catalyst (polymerization 
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activity) was found to be 4790 g-polymer/g-solid catalyst 
component/hr , and the resulting polymer was found to have SCB : 
11.5, FR : 0.56, FRR : 34.6 and CXS : 5.1wt%, which results 
demonstrate that taking the a -olefin content (SCB) into 
consideration, the CXS value is high. 

Comparative Example 2 

Using 11.4 mg of the solid catalyst component obtained in 
Comparative Example 1 (1) , Comparative Example 1 (2) was repeated, 
except that the amounts of butane and butene-1 were changed 
to 630 g and 120 g, respectively, thereby obtaining 119 g of 
a polymer. 

The polymer production per catalyst (polymerization 
activity) was found to be 5220 g-polymer/g-solid catalyst 
component/hr , and the resulting polymer was found to have SCB : 
16.3, FR : 0.83, FRR : 34.4 and CXS : 9.0wt%, which results 
demonstrate that taking the a -olefin content (SCB) into 
consideration, the CXS value is high. 

Comparative Example 3 

Using 8.0 mg of the solid catalyst component obtained in 
Comparative Example 1(1), Comparative Example 1 (2) was repeated, 
except that the amounts of butane and butene-1 were changed 
to 610 g and 140 g, respectively, thereby obtaining 87 g of 
a polymer. 



The polymer production per catalyst (polymerization 
activity) was found to be 5440 g-polymer/g^solid catalyst 
component /hr, and the resulting polymer was found to have SCB : 
18.7, FR : 0.86, FRR : 34.0 and CXS :10,9wt%, which results 
5 demonstrate that taking the a -olefin content (SCB) into 
consideration, the CXS value is high. 

Comparative Example 4 

10 (1) Production of solid catalyst component 

A 500 ml flask equipped with a stirrer and a dropping funnel 
was purged with nitrogen, and 346 ml of toluene and 67.2 g of 
the solid catalyst component precursor which had been prepared 
in the same manner as in Example 1 (1) were fed therein. The 

15 temperature was raised to 95°C, and then, 45 ml (168 mmol) of 
DIBP was added thereto. The mixture was stirred for 30 minutes. 
Thereafter, a solid product was separated by filtration from 
the mixture, and washed 2 times with 340 ml of toluene at 95°C. 
To the solid product washed was added 87 ml of toluene. 

20 Successively, a mixture of 6.7 ml (39.3 mmol) of dibutyl ether, 
3.8 ml(14.2 mjTTol) of DIBP and 134.4 ml (1 . 23. mol) of TiCl^ was 
added thereto, and the mixture was stirred at 95°C for 3 hours. 
A solid product was separated by filtration from the mixture, 
and washed 2 times with 340 ml of toluene at 95°C . To the solid 

25 product washed was added 68 ml of toluene, and a mixture of 
6.7 ml(39.3 mmol) of dibutyl ether and 67.2 ml(612 mjnol) of 
TiCl4 was further added thereto. The mixture was stirred for 
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3 hours at 95*0 . Thereafter, a solid product was separated from 
the mixture by filtration, washed 3 times with 340 ml of toluene 
at 95°C, further washed 2 times with 340 ml of hexane at room 
temperature, and then dried under a reduced pressure to obtain 
a solid cataly.st component. The solid catalyst component was 
found to have a Ti content of 1 . 8 wt%, an electron donor content 
of 10.1 wt% and a relative s'urface area of 250 m^/g. 
(2) Polymerization^ 

Using 9.8 mg of the solid catalyst component obtained in 
the above (1), Example 1(3) was repeated, except that the 
hydrogen pressure and the amounts of butane and butene-1 were 
changed to 660 mmHg, and 600 g and 100 g, respectively, thereby 
obtaining 103 g of a polymer. 

The polymer production per catalyst (polymerization 
activity) was found to be 3500 g-polymer/g-solid catalyst 
component /hr, and the resulting polymer was found to have SCB : 
20.8, FR : 0.98, FRR : 27.0 and CXS : 12.9wt%, which results 
demonstrate that taking the a -olefin content (SCB) into 
consideration, the CXS value is high.. 

Example 8 



(1) Production of solid catalyst component 

A 100 ml flask equipped with a stirrer and a dropping funnel 
was purged with nitrogen, and 7.0 g of the solid catalyst 
component precursor prepared in the same manner as in Example 
1 (1), 35 ml of toluene, 5.1 ml(31.9 mmol) of 
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phenyltrichlorosilane (abbreviated as PhSiCla) and 4.3 ml (16.0 
minol) of DIBP were fed therein. The mixture was stirred for 
2 hours at 105°C. Thereafter, a solid product was separated by 
filtration from the mixture, and washed 4 times with 35 ml of 
5 toluene at 105°C. To the solid product washed was added 35 ml 
of toluene. After raising the temperature to 10°C, 3.5 ml (31.9 
mmol) of TiCl4 was added thereto, and the mixture was stirred 
for 2 hours at 105°C. A sol id product was separated by filtration, 
washed 7 times with 35 ml of toluene at 105°C, further washed 

10 2 times with 35 ml of hexane at a room temperature, and then 
dried under a reduced pressure to obtain a solid catalyst 
component superior in a particle form. The solid catalyst 
component was found to have a Ti content of 1 . 52 wt%, an electron 
donor content of 24.5 wt% and a relative surface area of 8.5 

15 m^/g. 

( 2 ) Polymerization 

A 3 liter autoclave equipped with a stirrer was dried 
thoroughly, and made vacuum. Then, 1.2 kg/cm^ of hydrogen, 520 
g of butane and 130 g of butene-1 were fed into the autoclave, 

20 and heated to 70°C. Ethylene was fed therein to make a partial 
pressure 6 . 0 kg/cm^ . Successively, 5 . 7 mmol of triethylaluminum. 
and 15.8 mg of the solid catalyst' component obtained in the 
above (1) were fed therein under a pressure of argon to initiate 
polymerization. The polymerization was continued for 3 hours 

25 at 70°C, while maintaining total pressure to a fixed degree by 
continuous feeding of ethylene. 

After completion of the polymerization, unreacted 
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monomers were purged to obtain 123 g of a polymer superior in 
powder properties. There was observed almost no polymer 
adhering to the inner wall of the autoclave and the stirrer. 

The polymer production per cataLyst (polymerization 
activity) was found to be 2590 g-polymer/g-solid catalyst 
component/hr , and the resulting polymer was found to have SCB : 
19.0, FR : 1.07, FRR : 25.1 and CXS : 8.7wt%, which results 
demonstrate that the content of lower m.olecular weight 
components therein is low. 

Example 9 

(1) Production of solid catalyst component 

Example 8 (1) was repeated, except that 3.4 ml(12.8mmol) 
of di-n-butyl phthalate (as the case may be, abbreviated as DNBP) 
as the electron donor was used in place of DIBP, thereby 
obtaining a solid catalyst component superior in a particle 
form. The solid catalyst component was found to have a Ti content 
of 1.27wt%. 

(2 ) polymerization 

Using 23.0 mg of the solid catalyst component obtained in 
the above (1), Example 8(2) was repeated to obtain 31.8 g of 
a polymer superior in powder properties. There was observed 
almost no polymer adhering to the inner wall of the autoclave 
and the stirrer. 

The polymer production per catalysTi (polymerization 
activity) was found to be 460 g-polymer/g-solid catalyst 
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component/hr , and the resulting polymer was found to have SCB : 
12.5, FR : 0.402, FRR : 25.7 and CXS : 2.9wt%, which results 
demonstrate that the content of lower molecular weight 
components therein is low. 

Example 10 

(1) Production of solid catalyst component 

Examples (1) was repeated, except that 6 . 3 m.l ( 1 6 . 0 mmol ) 
of DEHP was used in place of DIBP, thereby obtaining a solid 
catalyst component superior in a particle form. The solid 
catalyst component was found to have a Ti content of 1.31 wt%, 
an electron donor content of 21.0 wt% and a relative surface 
area of 5.3 m^/g . 

(2 ) polymerization 

Using 16.5 mg of the solid catalyst component obtained in 
the above (1), Example 8(2) was repeated to obtain 110 g of 
a polymer superior in powder properties. There was observed 
almost no polymer adhering to the inner wall of the autoclave 
and the stirrer. 

The polymer production per catalyst (polymerization 
activity) was found to be 2220 g-p61ymer /g-solid catalyst 
component/hr , and the resulting polymer was found to have SCB : 
17.0, FR : 0.982, FRR : 24.5 and CXS :5.9wt%, which results 
demonstrate that the content of lower molecular weight 
components therein is low. 
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Example 11 



(1) Production of solid catalyst component 

Example 8 (1) was repeated, except that 4.5 ml (16.0 mmol) 
of benzyl-n-butyl phthalate ( abbreviated as BNBP) was used in 
place of DIBP, thereby obtaining a solid catalyst component 
superior in a particle form. The solid catalyst component was 
found to have a Ti conte'^nt of 3.80wt%. 

(2 ) polymerization 

Using 14.7 mg of the solid catalyst component obtained in 
the above (1), Example 8(2) was repeated to obtain 38.3 g of 
a polymer superior in powder properties. There was observed 
almost no polymer adhering to the inner wall of the autoclave 
and the stirrer. 

The polymer production per catalyst (polymerization 
activity) was found to be 870 g-polymer/g-solid catalyst 
component/hr , and the resulting polymer was found to have SCB : 
15.7, FR : 1.20, FRR : 26.5 and CXS : 6.5wt%, which results 
demonstrate that the content of lower molecular weight 
components therein is low. 

Example 12 

(1) Production of solid catalyst component 

Examples (1) was repeated, except that 4 . 8 ml (31 . 9 mm.ol ) 
of n-propyltrichlorosilane (abbreviated as PrSiCla) was used in 
place of PhSiCl3, thereby obtaining a solid catalyst component 
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superior in a particle form. The solid catalyst component was 
found to have a Ti content of 1.54 wt%, an electron donor content 
of 20.0 wt% and a relative surface area of 7.4 mVg . 
(2) polymerization 
5 Using 12.9 mg of the solid catalyst component obtained in 

the above (1), Example 8(2) was repeated to obtain 92.2 g of 
a polymer superior in powder properties. There was observed 
almost no polymer adhering to the inner wall of the autoclave 
and the stirrer. 
10 The polymer production per catalyst (polymerization 

activity) was found to be 2380 g-polymer/g-solid catalyst 
component/hr, and the resulting polymer was found to have SCB : 
17.2, FR : 0.8 6, FRR : 25.3 and CXS : 6.9wt%, which results 
demonstrate that the content of lower molecular weight 
15 components therein is low. 



Example 13 



(1) Production of solid catalyst component 

20 Example 8 (1) was repeated, except that 5.6 ml (31.9 mmol) 

of p-tolyltrichlorosilane (as the case may be, abbreviated as 
TlSiCla) was used in place of PhSiClj, thereby obtaining a solid 
catalyst component superior in a particle form. The solid 
catalyst component was found to have a Ti content of 1.59wt%. 

25 (2) polymerization 

Using 13.9 mg of the solid catalyst component obtained in 
the above (1), Example 8(2) was repeated to obtain 117 g of 
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a polymer superior in powder properties. There was observed 
almost no polymer adhering to the inner wall of the autoclave 
and the stirrer. 

The polymer production per catalyst (polymerization 
5 activity) was found to be 2810 g-polymer /g-solid catalyst 
component/hr , and the resulting polymer was found to have SCB : 
17.5, FR : 1.08, FRR : 25.3 and CXS : 7.3wt%, which results 
demonstrate that the content of lower molecular weight 
components therein is low. 

10 

Example 14 

(1) Preparation of solid catalyst component precursor 

A 300 ml flask equipped with a stirrer and a dropping funnel 

15 was purged with nitrogen, and 26.1 g of s tyrene-divinylbenzene 
copolymer having an average particle size of 37 iim and a micro 
pore volume of 1.05 cc/g within a micro pore radius range of 
100 to 5000 A, which had been dried at 80°C for 5 hours, 123 
ml of toluene, 11.4 ml (228 mmol) of tetraethoxysilane and 7,9 

20 ml (23.2 mol) of tetrabutoxytitanium were fed therein. The 
mixture was stirred for 45 minutes at a room temperature. 

Then, 35.5 ml of a 2.1 mol/l dibutyi ether solution of 
butylmagnesium chloride was added dropwise to the mixture over 
1 hour while maintaining the temperature of the flask at S'^C . 

25 After completion of the addition, the mixture was stirred at 
5°C for 0.5 hour, and additionally stirred for 3 hours at a room 
temperature. Thereafter, a solid product was separated by 
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filtration from the mixture, washed 3 times with 125 ml of 
toluene, further washed 2 times with 125 ml of hexane, and dried 
under a reduced pressure to obtain 37.2 g of a brown solid 
catalyst component precursor. 

The solid catalyst component precursor was found' to 
contain Mg : 4.60wt%, Ti : 2.42wt%, OEt : 10.06wt% and OBu : 
5.73wt%. 

(2) Production of solid catalyst component 

A 100ml flask equipped with a stirrer and a dropping funnel 
was purged with nitrogen, and 7.0 g of the solid catalyst 
component precursor prepared in the above (i) , 35 ml of toluene, 
1.5 ml (9 . 58 mmol) of PhSiCla and 1.3 ml (4 . 79 mmol) of DIBP were 
fed therein. The mixture was stirred at 105°C for 2 hours. The 
mixture stirred was filtered to obtain a solid product, which 
was then washed 4 times with 35 ml of toluene at 105°C. To the 
solid washed was added 35 ml of toluene, and after raising the 
temperature to 70°C, 1 . 1 ml ( 9 . 58 mmol ) of TiCl4 was added thereto , 
The mixture was stirred for 2 hours at 105°C . Thereafter, a solid 
product was separated by filtration from the mixture, washed 
4 times with 35 ml of toluene at 105°C, further washed 2 times 
with 35 ml of hexane at a room temperature, and dried under 
a reduced pressure to obtain a solid catalyst component superior 
in a particle form. The solid catalyst com.pQnent was found to 
have a Ti content of 1.01wt%, 
(3) Polymerization 

Using 30.7 mg of the solid catalyst component obtained in 
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the above (2), Example 8(2) was repeated to obtain 66 g of a 
polymer superior in powder properties. There was observed 
almost no polymer adhering to the inner wall of the autoclave 
and the stirrer. 
5 The polymer production per catalyst (polymerization 

activity) was found to be 720 g-polymer /g-solid catalyst 
component/hr , and the resulting polymer was found to have SCB : 

demonstrate that the content of lower molecular weight 
10 components therein is low. 

Example 15 

(1) Production of solid catalyst component 

15 A 400ml autoclave equipped with a stirrer was purged with 

nitrogen, and 21 g of the solid catalyst component precursor 
prepared in the same manner as in Example 1 ( 1 ) , 105 ml of toluene, 
11 . 0 ml (95 . 7 mmol) of tetrachlosilane (abbreviated as SiCi4 ) and 
12.8 ml (47.9 mmol) of DIBP were fed therein. The mixture was 

20 stirred at 120''C for 2 hours. After cooling the autoclave to 
a room temperature, the resulting mixture was transferred to 
a 200 ml flask purged with nitrogen. The mixture stirred was 
filtered to obtain a solid product, which was then washed 3 
times with 105 ml of toluene at 105°C. To the solid washed was 

25 added 105 ml of toluene, and after raising the temperature to 
70°C, 10 . 5 ml (95 . 7 mmol) of TiCl^ was added thereto . The m.ixture 
was stirred for 2 hours at 105°C. Thereafter, a solid product 
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was separated by filtration from the mixture, washed 7 times 
with 105 ml of toluene at 105°C, further washed 2 times with 
105 ml of hexane at room temperature, and dried under reduced 
pressure to obtain a solid catalyst component superior in a 
5 particle form. The solid catalyst component was found to have 
a Ti content of 2.17 wt%, an electron donor content- of 25.6 
wt% and a relative surface area of 3.4 m^/g. 
(2) Polymerization 

Using 12.2 mg of the solid catalyst component obtained in 
p 10 the above (1), Example 8(2) was repeated to obtain 121 g of 
a polymer superior in powder properties There was observed 
almost no polymer adhering to the inner wall of the autoclave 
and the stirrer. 

The polymer production per catalyst (polymerization 
D 15 activity) was found to be 3320 g-polymer /g-solid catalyst 
fy component/hr , and the resulting polymer was found to have SCB : 

g 20.4, FR : 1.31, FRR : 28.0 and CXS : 10.9wt%, which results 

demonstrate that the content of lower molecular weight 
components therein is low. 

20 

Example 15 

(1) Production of solid catalyst component 

A 400ml autoclave equipped with a stirrer was purged with 
25 nitrogen, and 21 g of the solid catalyst component precursor 
prepared in the same manner as in Example 1 (1), 105 ml of toluene, 
11 . 0 ml (95 . 7 mmol) of SiCl^ and 1 6 . 1 ml ( 4 0 . 7 mmol ) of DEHP were 
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fed therein. The mixture was stirred at 120°C for 2 hours. After 
cooling the autoclave to room temperature, the resulting 
mixture was transferred to a 200 ml flask purged with nitrogen. 
-The mixture stirred was filtered to obtain a solid product, 

5 which was then washed 3 times with 105 ml of toluene at 105°C. 
To the solid washed was added 105 ml of toluene, and after 
raising the temperature to 70°C, 10.5 ml(95.7 mmol) of TiCl<i 
was added thereto. The mixture was stirred for 1 hour at lOS'C. 
Thereafter, a solid product was separated by filtration from 

) the mixture, washed 7 times with 105 ml of toluene at 105°C, 
further washed 2 times with 105 ml of hexane at room temperature, 
and dried under reduced pressure to obtain a solid catalyst 
component superior in a particle form. The solid catalyst 
component was found,to have a Ti content of 0. 91 wt%, an electron 
donor content of 19.2 wt% and a relative surface area of 4.3 
m^/g . 

(2) Polymerization 

Using 15.9 mg of the solid catalyst component obtained in 
the above (1), Example 8(2) was repeated to obtain 124 g of 
a polymer superior in powder properties. There was observed 
almost no polymer adhering to the inner wall of the autoclave 
and the stirrer. 

The polymer production per catalyst (polymerization 
activity) was found to be 2500 g-polymer/g-solid catalyst 
component/hr, and the resulting polymer was found to have SCB : 
19.5, FR : 1.37, FRR : 25.6 and CXS : 9.2wt%, which results 
demonstrate that the content of lower molecular weight 
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components therein is low. 
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